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BASIS FOR THE AMENDMENT 

Claims 17-19, 21, 22, 26, 27, 29 have been canceled. The limitations of Claims 17-19 
have been included in Claim 16. 

No new matter is believed to have been added by entry of this amendment. Entry and 
favorable reconsideration are respectfiiUy requested. 

Upon entry of this amendment Claims 16, 20, 23-25, 28 and 30-3 1 will now be active 
in this application. 
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REMARKS 

Applicants respectfully request reconsideration of the application, as amended, in 
view of the following remarks. 

The present invention as set forth in amended Claim 16 relates to a polycarbonate 
resin composition, comprising: 

a polycarbonate resin; and 

150 to 350 ppm of a fatty acid monoester of glycerin; 

wherein said polycarbonate resin composition has a viscosity average molecular 
weight of from 10,000 to 17,000, an iron content of 0.2 ppm or less and a fraction of 
hydroxyl end groups of less than 7% by mole. 

In contrast, JP 2000-1608 A fails to disclose or suggest a polycarbonate resin 
composition, comprising 150 to 350 ppm of a fatty acid monoester of glycerin, wherein the 
polycarbonate resin composition has a fraction of hydroxyl end groups of less than 7% by 
mole. 

The content of fatty acid ester (releasing agent) of Examples 1 to 4 of JP 2000-1608 A 
is 600 to 1000 ppm which is outside of the range of Claim 16 of the present invention. Thus, 
the present invention cannot be anticipated by JP 2000-1608 A , 

Further, in Comparative Example IV-2 of the present invention, the content of 
releasing agent (glycerin monostearate) is 530 ppm, resulting in an increase of the block error 
rate of a disk substrate from 4 (Example IV- 1) to 28 (Comparative Example IV-2). This is a 
seven fold (x7) increase compared to the present invention. Thus, the present invention is 
superior to JP 2000-1608 A . 

In addition, there is no disclosure of the fraction of hydroxyl end group in JP 2000- 
1608 A . The defect of the disk substrate due to flash increased from 4.5% (Example IV-1) to 
16% (Comparative Example rV-2) by increasing the fraction of hydroxyl end group from 
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5.4% to 7.5%. The fi"action of hydroxyl end group may be controlled by the amount of 
molecular-weight modifier, concentration of sodiimi hydroxide, raw material or operating 
conditions etc. for the production of bisphenol A, or purification method for bisphenol 
A/phenol adduct as shown in examples of the present invention. The content of metals other 
than alkali metal (iron content) may be influenced by the firaction of hydroxyl end group. 
Though the iron content of Comparative Example IV-l of the present invention is 0.3 ppm 
which is in the range of Claim 1 of JP 2000-1608 A. the block error rate of the disk substrate 
increased to 28 by the increase of the fi-action of hydroxyl end group. The claimed firaction of 
hydroxyl end group is significant different fi-om JP 2000-1608 A . 

Therefore, the rejection of Claims 16-31 imder 35 U.S.C. § 102(b or e) as anticipated 
by JP 2000-1608 A is believed to be imsustainable as the present invention is neither 
anticipated nor obvious and withdrawal of this rejection is respectfiiUy requested. 

Applicants respectfiiUy request that the Examiner acknowledge that the references 
cited in the Information Disclosure Statement, filed in the above-identified application 
on January 14, 2004, have been considered. For the Examiner's convenience a copy of 
Form PTO 1449 as filed on January 14, 2004, is attached herewith. 
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This application presents allowable subject matter, and the Examiner is kindly 
requested to pass it to issue. Should the Examiner have any questions regarding the claims or 
otherwise wish to discuss this case, he is kindly invited to contact Applicants' below-signed 
representative, who would be happy to provide any assistance deemed necessary in speeding 
this application to allowance. 



Respectfully submitted. 



OBLON, SPIVAK, McCLELLAND, 
MAIER & NEUSTADT, P.C. 
Norman F. Obion 



Customer Number 



22850 




Registration No.y47,297 



Tel: (703)413-3000 
Fax: (703)413-2220 
NFOiKAG: 
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